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AMORPHOUS PAROXETINE COMPOSITION 

Field of the Invention 

This invention relates to an amorphous paroxetine composition 
suitable as a therapeutic agent for sexual dysfunction and to a process for preparing 
S such composition. 

Reference to Related Application 

This is a Continuation-In-Part Application of copending U.S. Serial 
No. 08/708,802, filed September 9, 1996, which issued as U.S. Patent No. 
5,672,612. 

10 background of the Invention 

The selective serotonin reuptake inhibitor (SSRI) antidepressants 
have recently emerged as effective new treatments for patients with premature 
ejaculation. In general, antidepressants influence more than one. neurotransmitter 
system and have affinity for multiple receptors. This heterogeneity of action produces 

IS mixed effects, including those on the sexual response cycle. Sexual dysfunction 
associated with antidepressants, including delayed and completely abolished 
ejaculation, has been a subject of numerous case reports, studies, and review articles 
[for example, J. Clin. Psychiatry 54 t 209-212, (1993); /. Clin. PsychopharmacoL 3, 
76-79, (1983); J. Clin. Psychiatry Mon. J0, 4-10, (1992); Depression 2, 233-240, 

20 (1994/1995)]. Because of the lack of abuse potential, relatively benign side effect 
profile, and fairly consistent reports of delayed ejaculation, SSRI anftdepressants 
seem to be a safe treatment option for patients with premature ejaculation, especially 
m cases of failed psychological treatment. 

The use of the SSRI antidepressant fluoxetine hydrochloride 

25 (Prozac 9 ) in this regard has been described in U.S. Pat. No. 5,151,448 to Crenshaw 
et al. A similar treatment, at a relatively lower dosage of active ingredient, has been 
described in U.S. Pat. No. 5,276,042 to Crenshaw et al. for the SSRI antidepressant 
paroxetine hydrochloride (Paxil 9 ). Other anti-anxiety drugs such as chlordiazepoxide 
(Librium 9 ) and diazepam (Valium 9 ) are not suitable for the treatment of premature 

30 ejaculation. 

The preparation of a class of SS*H ^ntidepT^sants has been 
Closed is U.S. Pat. No. 4,007,196 to Cbrisrsnsen e* al. la Exasspie.2 of this 
patefii 9 the preparation cf ( } trans 4i? (4* fh:crcphe^y!)-3S [(3 '^'-inethylenetiicxy- 
pii^iD]fy)ingthylj-piperidiBe (generic name paroxetine) is described (formula A), 
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10 wherein paroxetine 

is obtained as a free base then converted to its maleic acid salt. The use of the acetate 
salt of paroxetine has been described [Psychopharmacology 57, 151-153 (1978); 
Psychopharmacology 68, 229-233 (1980); European Journal of Pharmacology 47 t 
351-358 (1978)]. There also has been limited use of the hydrochloride salt in aqueous 

15 solution [Acta. Pharmacol, et Toxicol. 44, 289-295 (1979)]. More recently, U.S. Pat 
No. 4 ,721,723 to Barnes et al. has disclosed the preparation of a crystalline 
paroxetine hydrochloride hemihydrate. However, this particular process requires post- 
synthetic treatment of the product in order to obtain the crystalline form, which adds 
to the difficulty and overall post of production. Amorphous paroxetine hydrochloride 

20 has been reported by Barnes et al. to be undesirably hygroscopic. 

The present invszticz provides 2Z scsscndca! manufacturing process 
for the preparation of a substantially non-hygroscopic, free-flowing, amorphous 
paroxetine hydrochloride-ethanol composition suitable as a therapeutic agent for the 
treatment of premature ejaculation. 

25 Summary of the Invention 

Compositions of amorphous paroxetine hydrochloride and a 
hydroxyl-bearing compound, as well as methods for production of such compositions 
are disclosed. The present inventive method generates amorphous, substantially non- 
hygroscopic paroxetine hydrochloride from a reaction of paroxetine base with a 

30 hydrochloric acid/ethanol solution followed by drying of the product. This invention 
overcomes inherent problems associated with crystallization methods of the prior art, 
ssc&£&g the S5£0v«y of gro&uS. Tks esi^sitis2 e^be^yisg ths preset issues 
is eminently well suited for the preparation of tablet dosage forms ajuMukig 
paroxetine. 

forth in U.S. **at. No. 4,007,196 to Christensen et ai. Paroxetine Hydrochloride 

acid in 

absolute ethanol with the free base. The amorphous composition is produced upon 
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drying of the product. In a preferred embodiment, the amount of ethanol present in 
the product is not more than about 10 percent by weight based on the paroxetine 
hydrochloride. Under this condition, the amorphous composition is a substantially 
non-hygroscopic solid, thus providing a manufacturing advantage. In a more 
5 preferred embodiment, the amount of ethanol present in the composition is in the 
range of about 1 to about 4 weight percent, based on paroxetine hydrochloride. This 
amorphous composition is stable and is amenable to incorporation into both tablet and 
suppository dosage forms. 

At least one compound having at least hydroxy! moiety, i.e., an 

10 hydroxyl-bearing compound, can be used in addition to, or instead of, ethanol or 
other monohydric alcohol in making the amoxphous paroxetine composition of the 
present invention. Addition of one or more hydroxyl-bearing compounds to the 
composition is useful in improving the stability of the amoxphous paroxetine 
composition as measured by color and by paroxetine content. Suitable hydroxyl- 

15 bearing compounds are carboxylic acids, hydroxycarboxylic acids, sugar acids, 

polyhydric alcohols and cyclodextrins. A preferred hydroxycarboxylic acid is citric 
acid. A preferred polyhydric alcohol is D-mannitoL A preferred cyclodextrin is 
hydroxypropyl-beta-cyclodextrin. 
Brief Description of the Drawings 

20 In the drawings, 

FIGURE 1 is the dlffmctjos pattern of the amorphous paroxetine 
composition, lot # W951027, The horizontal axis represents 20 and the vertical axis 
corresponds to peak intensity. 

FIGURE 2 is the diffraction pattern of the amorphous paroxetine 

25 composition, lot # W951026. The horizontal axis represents 26 and the vertical axis 
corresponds to peak intensity. 

FIGURE 3 A illustrates the results of differential scanning 
calorimetry done at a heating rate of 5 degrees Celsius/minute on the reference 
sample paroxetine hydrochloride and two amorphous samples, lot #'s W951027 and 

30 W951026. The horizontal axis represents temperature (degrees Celsius) and the 
vertical axis corresponds to the heat flow (mW). 

FIGURE 3B Hhss&gtgs &s of differentia! ssesslsg 
caioriuiciiy Godc at a heating rate cf.iQ degrees Celsi^s/siiniite on the reference 
sample paroxetine hydrochloride and two amorphous samples, lot #*s W951027 and 

35 W95I026- Th? honVmital axis ^represent* temperature (degrees Celsius) and the 
vertical axis corresponds to the heat flow (mW). 

. FIGURE 4 ilhistrates the results of differential scannmg calorimetry 
done at a heating rate of 10 degrees Celsius/minute on the amorphous paroxetine 
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hydrochloride and citric acid composition. The horizontal axis represents 
temperature (degrees Celsius) and the vertical axis corresponds to the heat flow 
(raW). 

FIGURE 5 illustrates the results of differential scanning caiorimetry 
5 done at a heating rate of 10 degrees Celsius/minute on the amorphous paroxetine 
hydrochloride and polyvinyl pyrrolidine composition compressed into a tablet. The 
horizontal axis represents temperature (degrees Celsius) and the vertical axis 
corresponds to the heat flow (mW). 

FIGURE 6 illustrates the results of differential scanning calorimetry 
10 done at a heating rate of 10 degrees Celsius/minute on the granulated amorphous 
paroxetine hydrochloride and polyvinyl pyrrolidine composition. Hie horizontal axis 
represents temperature (degrees Celsius) and the vertical axis corresponds to the heat 
flow (mW). 

FIGURE 7 illustrates the results of differential scanning calorimetry 
15 done at a heating rate of 10 degrees Celsius/minute on the free-flowing powder 
amorphous paroxetine hydrochloride and hydroxypropyl-beta-cyclodextrin 
composition. The horizontal axis represents temperature (degrees Celsius) and the 
vertical axis corresponds to the heat flow (mW). 

FIGURE 8 illustrates the results of differential scanning calorimetry 
20 done at a heating rate of 10 degrees Celsius/minute on batch #1 of the amorphous 
paroxetine hydrochloride solid dispersion of Example 6. The horizontal axis 
represents temperature (degrees Celsius) and the vertical axis corresponds to the heat 
flow (mW). 

FIGURE 9 illustrates the results of differential scanning calorimetry 
25 done at a heating rate of 10 degrees Celsius/minute on batch #2 of the amorphous 
paroxetine hydrochloride solid dispersion of Example 6. The horizontal axis 
. represents temperature (degrees Celsius) and the vertical axis corresponds to the heat 
flow (mW). 

FIGURE 10 illustrates the results of differential scanning 
30 calorimetry done at a heating rate of 10 degrees Celsius/minute on the amorphous 

paroxetine hydrochloride solid dispersion of Example 7. The horizontal a^is 

reprints seE^a-sie (degrees Celsius) and the vertical **i.s eo^spon&s to the heat 
flow (xnW). 

FIGURE 11 illustrates the results of differential scanning 
35 taluiiiiituy done at a heating r*?e of 10 degrees Celsius/minute on the amorphous 
pamxetwie hydrochloride solid dispersion of Example 8. The horizontal axis 
represents temperature (degrees Celsius) and the vertical axis corresponds to the heat 
flow (mW). 



WO 99/16440 



-5- 



PCTAJS98/2043S 



FIGURE 12 is the diffraction pattern of the amorphous paroxetine 
composition of Example 8. The horizontal axis represents 26 and the vertical axis 
corresponds to peak intensity. 

FIGURE 13 illustrates the results of differential scanning 
5 caiorimetry done at a heating rate of 10 degrees Celsius/minute on the amorphous 
paroxetine hydrochloride solid dispersion of Example 9. The horizontal axis 
represents temperature (degrees Celsius) and the vertical axis corresponds to the heat 
flow (mW). 

Detailed Description of Preferred Embodiments 

10 A free-flowing, substantially non-hygroscopic solid form of 

paroxetine hydrochloride-ethanol is obtained by combining paroxetine base with a 
hydrochloric acid/ethanol solution and drying of the product The drying step can be 
effected by spray-drying, vacuum drying and the like. 

The paroxetine base can be obtained according to the procedure of 

IS U.S. Pat. No. 4,007,196 to Christensen et al. Absolute ethanol is added in an amount 
sufficient to dissolve the paroxetine base, the molar ratio of paroxetine base to 
absolute ethanol preferably being in the range of about 10% v/v to about 15% w/v. A 
solution of hydrochloric acid in absolute ethanol preferably in the range of about 10% 
v/v to about 30% v/v, usually about 22% v/v, is added to the paroxetine base 

20 solution and stirred at ambient temperature and pressure for a time period sufficient 
to produce paroxetine hydrochloride salt. The preferred molM redo vf paroxetine 
base to hydrochloric acid is in the range of about 1:1 to about 1:10. The reaction 
temperature is preferably in the range of about IS degrees Celsius to about 40 
degrees Celsius along with a preferred reaction time in the range of about 10 minutes 

25 to about 40 minutes. The resulting solution is then dried by rotary evaporation or 
spray drying to obtain the desired amorphous paroxetine hydrochloride-ethanol 
composition. The drying time preferably ranges from about 8 hours to about 72 
hours. The amount of ethanol present in the final product relative to paroxetine 
hydrochloride is not more than about 10 weight percent, more preferably in the range 

30 of about 1 to about 4 weight percent. 

At least ens compound having at least hydroxy! mc»ety ; i .e. s m 
hydroxyi-bearmg compound, can be used in addition to, or instead of, ethanol or 
other monohydric aicohd hi making the amorphous paroxetine composition of the 
present invention. Addition of one or more hydroxyl-bearing compounds to the 

35 exposition is useful in improving the stability ot the amorphous paroxetine 

composition as measured by comr and by paroxetine umteuL Suitable hydroxyl- 
bearing compounds are a carboxylic acid, a hydroxy carboxylic acid, a sugar acid, a 
polyhydric alcohol, a cyclodextrin and mixtures thereof. 
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Suitable carboxylic acids include acetic acid, maleic acid, succinic 
acid, propionic acid, butyric acid, valeric acid, caproic acid, enanthic acid, caprylic 
acid, and the like. Suitable hydroxycaiboxylic acids include citric acid, malic acid, 
tartaric acid, lactic acid and the like. The preferred hydroxycarboxylic acid is citric 
5 acid. Citric acid is preferably present in an amount from about 3 to about 25 weight 
percent based on the weight of the amorphous paroxetine hydrochloride. 

Sugar acids include aldonic acids, aldaric acids and uronic acids* 
Suitable aldonic acids are D-gly eerie acid, D-gluconic acid, L-gulonic acid, L- 
ascorbic acid and the like. L-ascorbic acid is a preferred aldonic acid. An 
10 illustrative aldaric acid is D-glucaric acid. Suitable uronic acids include alpha-D- 
galacturonic acid, beta-D-glucuronic acid, D-mammronic acid, L-iduronic acid and 
the like. 

Polyhydric alcohols include propylene glycol, polyethylene glycol, 
L-sorbitol, D-mannitol, glycerol, inositol and the like. A preferred polyhydric alcohol 
15 is D-mannitol. 

Cyclodextrins includes alpha-cyclodextrin, beta-cyclodextrin, 
gamma-cyclodextrin as well as substituted cyclodextrins such as 2-methyIcyclodextrin 
and hydroxypropyl-beta-cyclodextrins. Hydroxypropyl-beta-cyclodextrins arc 
commercially available compounds that are derived from beta-cyclodextrins by 

20 condensation with propylene oxide to provide the corresponding hydroxypropyl 
derivatives. Fvi the purpose of ^ present inventic:: 9 a degree cf substitutic^ 
corresponding to 0.5 to 0.7 hydroxypropyl substituents per glucose residue of the 
beta-cyclodextrin is preferable. A degree of substitution corresponding to about 0.6 
hydroxypropyl substituents per glucose residue of the beta-cyclodextrin is preferred. 

25 Excipients known to one skilled in the art can be added to the 

amorphous paroxetine composition of the present invention to facilitate the formation 
of dosage forms such as tablets or capsules. Such excipients include polyvinyl 
pyrrolidone (PVP), dicalcium phosphate dehydrate, lactose monohydrate, 
microcrystalline cellulose (such as A vied PH102), sodium starch glycolate and fumed 

30 silica. Polyvinyl pyrrolidone is preferably present in the amount of from about 20 to 
about 340 weight percent based on the weight of the amorphous paroxetine 
hydrotliloiicfe. 

Example I s Preparation of Amorphous Paroxetine HC1- 
35 Jttthanoi Composition: Vacuum Drying Method 

To a reaction flask rrmtninim? 100 ml of absolute etnanoi was adaed 
13.9 g of paroxetine base. T«e flask was shaken undl a clear solution was obtained. 
To this paroxetine solution, 10 ml of a solution of hydrochloric acid in absolute 
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ethanol (22% v/v) was added drop wise. As the reaction proceeded to completion, the 
color of the solution changed from a yellow brown to a pink brown* The product was 
then vacuum dried in a rotary evaporator. A foamy, amorphous solid was obtained 
(lot § W951027). Hie produced amorphous solid was subjected to an additional 2,5 
5 days of drying in a desiccator at reduced pressure. The solid, a free-flowing powder, 
was tested for composition by NMR and FTIR. The findings were consistent with 
published spectra for paroxetine. Silver nitrate testing of die solid indicated the 
presence of chloride in the sample. Volatile analysis by gas chromatography revealed 
that the amount of ethanol present in the amorphous solid was 4% by weight. 

10 Residual moisture was determined by Karl-Fisher coulometric method at 0.7%. 
HPLC analysis revealed the material was >99% pure and essentially free from 
contamination. X-ray powder crystallography was conducted on the sample and 
produced the diffraction pattern shown in FIGURE 1. X-ray powder diffraction was 
performed using the powder pack method. Hie powder patterns were obtained using a 

15 Philips PW1710 automated diffractometer, with monochromatized CuK^ 

(1^=1.54060 A; 1^=1.54438 A) radiation. The diffractometer was equipped with a 
compensating slit and a graphite monochromator. It was calibrated to 0.02° (20) 
using the quartz peak at 26.66° (28). The minimum peak/background ratio was 0.75. 
This spectrum is consistent with an amorphous solid form. The halo effect is clearly 

20 seen and the intensity is small. Differential scanning calorimetry was performed on 
the solid at two different heating rates. The results indicate m emdothem at 48 
degrees Celsius (heat flow) with and absence of other endotherms (FIGURE 3A and 
FIGURE 3B). Visual examination showed a "glassing* of the solid at this 
temperature. 

25 A specimen (0.5 g) was stored in a glass container with a HDPE 

liner for stability testing. The container was opened and closed periodically exposing 
the specimen to atmospheric moisture. Moisture determination was conducted at 
intervals of about 3 months. Appearance of the material was noted, summarized in 
TABLE 1, below. 

30 

TABLE 1: Stability of Paroxetme-HCl/ethanoi 2 amorphous, lot #W951027 

i — ""j r— _ ------ x — * 

\ UME S IsMhI 3 months ! 6 months \ 

U— j 1 — i 

APPEARANCE Free-flowing Free-flowing I Free-flowing 
j {powder j powder j powder 

[MOISTU RE j 0,7% w/w j 1 .8% w/w I 2.1% w/w | 

35 ~ 1 1 
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Example 2 ; Preparation of Amorphous Paroxetine- 
HCI/Ethanol Composition: Spray Drying 
Method 

5 A solution of paroxetine hydrochloride in absolute ethanoi (3.2 

g/100 ml) was prepared as described in EXAMPLE I. The solution was charged into 
a spray-drying machine (Yamato Chemical Co.) using a standard nozzle (0.1 mm 
orifice). The inlet temperature was set at 90 degrees Celsius and the outlet 
temperature at 60 degrees Celsius. The sample was spray dried to a fine, off-white 

10 powder (lot # W951026). Following recovery, the material was transferred to a 
vacuum desiccator and dried under partial vacuum for an additional 2.5 days. The 
resulting solid, a free-flowing powder, was tested for composition by NMR and 
FUR. The findings were consistent with published spectra for paroxetine. Silver 
nitrate solution addition to an aqueous solution of the powder produced a white 

15 precipitate indicative of chloride. Volatile analysis by gas chromatography revealed 
that the amount of ethanoi residual was about 0.3% w/w. Residual moisture in the 
product was 0.8% measured by Karl-Fisher coulometric method. A sample was 
analyzed by HPLC and found to be free from related substances (purity >99%). X- 
ray powder crystallography was conducted producing the diffraction pattern shown in 

20 FIGURE 2. This spectrum is consistent with an amorphous form. Differential 

scanning calorimetry was conducted on the solid. The results showed an endotherm at 
4S degrees Celsius (see FIGURE 3A and FIGURE 3B), Visual examination of the 
sample showed a "glassing* of the solid at this temperature. 

For stability testing a specimen (9 g) was stored in a glass container 

25 with a HDPE liner. The container was opened and closed periodically exposing the 
specimen to atmospheric moisture. Moisture determination was conducted at intervals 
of about 3 months. Appearance of the material was noted with the findings 
summarized in TABLE 2, below. 

30 TABLE 2. Stability of Paroxetine Hcl/ethanol, amorphous, lot #W951026 



TIME 


Initial 


3 months 


6 months 


APPEARANCE 

- 

i 


Ffce-flowiag 

powder 


Free-flowing 
powder 


Free-flowing 
1 powder 


jMOlSrJSE 


0.8% w/w \ 2.1% w/w 


; 2.2% w/w | 



35 Example 3 ; Ft tpai Mtfofi uf Amorphous Paroxetine HCI 

Composition Confcrfnmg Citric Add 

Amorphous paroxetine HO (3 g, prepared as described in either 
Example 1 or Example 2 above) was dissolved in 200 ml of absolute ethanoi. Citric 
40 acid (1.0 g, citric acid anhydrous, USP) was dissolved in the ethanolic paroxetine 
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solution. The resulting solution was clear with no detectable discoloration. The 
resulting solution was placed in a Buchi Model 190 mini-spray dryer with the 
following parameters: inlet temperature, 65-72 degrees Celsius; outlet temperature, 
50-60 degrees Celsius; aspirator setting -30 millibar, air flow rate of 400 ml/minute. 
5 Hie resulting product is a solid amorphous paroxetine composition that is a white to 
off-white fine powder. The results of differential scanning calorimetry of the product 
are shown in FIGURE 4. 

Example 4 : Preparation of Amorphous Paroxetine HC1 
10 Composition Containing Polyvinyl Pyrrolidone 

Amorphous paroxetine HC1 (5 g, prepared as described in either 
Example 1 or Example 2 above) was blended with 1.87 g polyvinyl pyrrolidine 
(Kollidon 30, BASF). To this blend was added 2.5 ml of an ethanolic citric acid 

15 solution, which was prepared by dissolving 0.25 g citric acid in 5.0 ml absolute 

ethanol, and blending was continued. The resulting blend was spread on the bottom 
of a stainless steel pan and dried for 4 hours at 65 degrees Celsius. The dried blend 
was milled and passed through a 30 mesh (A.S.T.M.) stainless steel screen. The 
final granulation size of the product was determined by die mesh size of the sieve. 

20 An aliquot of final granulated product when tested for tablet 

compression produced an elegant tablet with a hardness of greater than 5 Kp. The 
results of differential seaming caloiimeuy of &e ro^spissscd tablet zre shcu'n bi 
FIGURE 5. The results of differential scanning calorimetry of the granulated product 
are shown in FIGURE 6. 

25 

Example 5 : Preparation of Amorphous Paroxetine HC1 

Composition Containing Hydroxypropyl-beta- 
Cydodextrin 

30 Amorphous paroxetine HC1 (2 g, prepared as described in either 

Example 1 or Example 2 above) was dissolved in 150 ml absolute ethanol. 
Hydroxypropyl-beta<yclodextrin (5 g) was dissolved in this solution, and the 

resulting solution was dried under vacuum to yield a free-flowing powder. The 

results of difxcrssidal seasrisg es!3as«c?sy of the &se~f!cwiag powder are shown in 

35 figure i\ 

Example Preparation of Amorphous Paroxetine HC1 Solid 
Dispersions 

40 Amorphous paroxetine KG in the form of a very fine enray dried 

powder can have a static charge. The extremely small particle size (few micrometers 
in diameter) in addition to the static charge resulted in mixing uniformity problems 
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with pharmaceutical excipients, requiring a large percentage of lubricants and 
anti-static agents in the capsule formulation. Solid dispersions of paroxetine were 
prepared as new compositions suitable for the preparation of a tablet formulation of 
amorphous paroxetine lid. The objective of this study was to prepare a solid 
5 dispersion containing paroxetine, citric acid and KoUidon 30 (PVP 30). The solid 
dispersion is suitable for use in formulating an oral dosage form such as a tablet or 
capsule- 
Hie materials used were in this composition were paroxetine HC1, 
amorphous, AGC, Lot # 96501; Povidon 30 (PVP 30), KoUidon 30, BASF, Lot # 
10 G33055PTO; citric acid, anhydrous,. ADM, Lot S308808; absolute ethanol, 

McConnick, Lot # 290B 10635; and concentrated hydrochloric acid, Fisher, Lot # 
967468. 

A paroxetine solid dispersion was prepared by dissolving citric acid 
(0.3 g) and PVP 30.(3 g) in 50 ml of ethanol in a round bottom flask. Paroxetine 

15 HC1, amorphous (7.5 g) was added along with 100 ml of ethanol and was dissolved 
with the aid of magnetic stirring and sonication. Concentrated hydrochloric acid (0.5 
ml) was added to the resulting solution to prevent discoloration. The acidified 
solution was clear and slightly yellow. The acidified solution was evaporated in a 
roto-evaporation (Rotavap) apparatus under vacuum. The flask was immersed in 40- 

20 55 degrees Celsius bath, rotated at 190 rpm. The vacuum was increased when more 
than 100 ml of the ethanol was evaporated. The flask was removed from the Rotavap 
apparatus when no visible liquid remained. The flask was placed in a 40*50 degrees 
Celsius oven overnight to evaporate the remaining alcohol. The dried material was 
ground into powder using a mortar and pestle. Two batches, labeled #1 and #2, were 

25 prepared as described above. 

The resulting solid dispersion had the appearance of a free- flowing 
off-white, slightly yellow powder. Paroxetine base potency in the solid dispersion 
was determined by HPLC to be 59.27 percent and 59.31 percent in batches #1 and 
#2, respectively; 33.75 mg of the solid dispersion contains 20 mg paroxetine base. 

30 Unlike amorphous paroxetine HC1 powder, the paroxetine solid dispersion does not 
possess any soiieeable statis charge, The density was determined to be: bulk density, 
0- 536 g/mi; tapped deiisiiy, 0.766 g/soi. 

Differential scanning calorimetry of batch #1 produced a 
uifciuiugiis; (FIGURE S) thit shewed an endothprm that started at 99.0 degrees 

35 Celsius, ended at 140.3 degrees Celsius with a maximum peak at 135.4 degices 

Celsius and an onset ai 1263 degrees Celsius. The heat cf fusion was calculated to 
be 44.99 J/g. 
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The thermogram of batch #2 (FIGURE 9) showed an endothenn that 
started at 120 degrees Celsius, and ended at 136 degrees Celsius, with a maTiminn 
peak at 131.4 degrees Celsius and an onset at 125.3 degrees Celsius. The heat of 

fusion was calculated to be 22.84 J/g. 

5 

Example 7 ; Preparation of Additional Amorphous 
Paroxetine HC1 Solid Dispersions 

Amorphous paroxetine HC1 (1 g, prepared as described in either 
10 Example 1 or Example 2 above) was blended with 1 gram of polyvinyl pyrrolidine 
(Kollidon 30, BASF) and dissolved in 100 ml absolute ethanol. The resulting solution 
was spray dried as described in Example 2, above. The results of differential 
scanning calorimetry of the product are shown in FIGURE 10. 

IS Example 8 : Preparation of Additional Amorphous 

Paroxetine HC1 Solid Dispersions 

Amorphous paroxetine HC1 (0.94 g, prepared as described in either 
Example 1 or Example 2 above) was blended with 1 g of polyvinyl pyrrolidine 

20 (Kollidon 30, BASF), 0.06 g of citric acid, anhydrous, and dissolved in 20 ml 
absolute ethanol. The resulting clear colorless solution was roto-evaporated under 
vacuum, then collected and dried further at 50 degrees Celsius overnight. The 
differential scanning eaionmetiy thermogram of me pi^ou^i showed endothersis, 
as shown in FIGURE 11. The water content of this composition determined by the 

25 Karl-Fischer method was 7.14% based on the weight of the composition. X-ray 
diffraction results showed the diffuse halo characteristic of amorphous paroxetine 
(FIGURE 12). 

Example 9 : Preparation of Additional Amorphous 
30 Paroxetine HC1 Solid Dispersions 

Amorphous paroxetine HC1 (0.44 g, prepared as described in either 
Example 1 or Example 2 above) was blended with 1.5 g of polyvinyl pyrrolidine 

(Koiiidoa 30, BASF), 0.05 g cf citric acid, anhydrous, *M divert in 20 ml 
35 absolute etisnoL The resultrng clear colorless solution was evaporated under vacuum, 
then collected and dried further at 50 degrees Celsius overnight. The differential 
scanning calorimetry thermogram of the product showed m endcihenns, as shewn in 
FIGURE W. 
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Example 10 : Preparation of Amorphous Paroxetine HQ 
Capsule Compositions 

Compositions suitable for capsule dosage forms were made using 
5 amorphous paroxetine HCI (prepared as described in either Example 1 or Example 2 
above) and excipients. The compositions are detailed in Table 3, below. 

TABLE 3: Amorphous Paroxetine Capsule Formulation 

Ingredient A BCD 

10 (mg/capaule) 

Amorphous 22.65 33.9 11,33 

paroxetine HCI 

Citric Add, 5.34 - 5.34 5.75 

Anhydrous, NF 

IS Microcrystalftne 69.6 69.6 75.0 

Cellulose, NF (Avicel 
PHI 02) 

D-Mannhol (DS 200 77.1 
Perihoi) 

20 Fumed Silica 1.16 9.0 1.16 1.25 

Sodium starch 2.32 - 2.32 2.5 
giycolatc 

Dicaicium phosphate 130.93 - 142.26 IBb.b 
dihydrate 

25 Magnesium - 1.2 

NF 



TOTAL, mg/capaule 232 121.2 232 250 



Composition A provided a dose of amorphous paroxetine HCL 
30 equal to 20 mg amorphous paroxetine base in a 250 mg capsule. Composition B 

provided a dose of amorphous paroxetine HCL equal to 30 mg amorphous paroxetine 
base in a composition comprising D-mannitol and silicon dioxide. Composition C 
provided a dose of amorphous paroxetine HCL equal to 10 mg amorphous paroxetine 
base. C^pcsidviB D is s pkeebs cc^pesisioB &at co£!*ms exciplemta b^t te&Vs 
35 paroxetine hydrochloride. 

The foregoing is intended to be illustrative of the present invention, 
but iLzi lb™*™ N«mwtnis variations and modif ications of the present invention may 
be e ffecred without departing from the frue spiiu ar*2 scspc of the isvesiiea. 
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WE CLAIM: 

1. A solid, stabilized amorphous paroxetine composition which 
comprises amorphous paroxetine hydrochloride and at least one hydroxyl-bearing 
compound. 

5 2. The composition of claim 1 wherein the hydroxyl-bearing 

compound is a carboxylic acid. 

3. The composition of claim 1 wherein the hydroxyl-bearing 
compound is a hydroxycarboxylic acid. 

4. The composition of claim 1 wherein the hydroxyl-bearing 
10 compound is a sugar acid. 

5. The composition of claim 1 wherein the hydroxyl-bearing 
compound is a polyhydric alcohol. 

6. The composition of claim 1 wherein the hydroxyl-bearing 
compound is a cyclodextrin. 

15 7. The composition of claim 1 wherein the hydroxyl-bearing 

compound is by droxypropy 1 -beta-cy clodextrin . 

8. The composition of claim 1 wherein the hydroxyl-bearing 
compound is citric acid. 

9. The composition of claim 8 wherein the citric acid is present 
20 in the amount of about three percent to about 25 percent by weight based on the 

weight of amorphous paroxetine hydroduGrids. 

10. The composition of claim 1 further comprising about 20 
percent to about 340 percent by weight polyvinyl pyrrolidone based on the weight of 
amorphous paroxetine hydrochloride. 

25 11. The composition of claim 1 wherein the hydroxyl-bearing 

compound is D-mannitol. 

12. The composition of claim 1 further comprising 
microcrystalline cellulose. 

13. The composition of claim 1 further comprising fumed silica. 
30 14. The composition of claim 1 further comprising dicalcium 

phosphate dihydrate. 

15. The composition of claim 1 in tablet form. 

16. The composition of daim 1 in capsule fcim. 

17. A solid, stabilized amorphous paroxetine ccmpcsiticn which 
35 coniprises amcrphOTS paroxetine hydrochloride and at least one hydroxyi-bearing 

compound chosen from the group consisting of a c*rboxyiic acid, a 
hydroxycarboxylic acid, a sugar acid, a polyhydric alcohol, a cyclodextrin and 
mixtures thereof. 
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18. The composition of claim 17 wherein the hydroxycarboxyiic 
acid is citric acid. 

19. The composition of claim 18 wherein the citric acid is 
present is the amount of about three percent to about 25 percent by weight based on 

5 the weight of amorphous paroxetine hydrochloride. 

20. The composition of claim 17 further comprising about 20 
percent to about 340 percent by weight polyvinyl pyrroiidone based on the weight of 
amorphous paroxetine hydrochloride. 

21. The composition of claim 17 wherein the polyhydric alcohol 

10 is D-mannitol. 

22. The composition of claim 17 further comprising 
microcrystalline cellulose. 

23. The composition of claim 17 further comprising fumed 

silica. 

IS 24. The composition of claim 17 further comprising dicalchim 

phosphate dihydrate. 

25. The composition of claim 17 and in capsule form. 

26. A solid, stabilized amorphous paroxetine composition which 
comprises amorphous paroxetine hydrochloride and at least one carboxylic acid. 

20 27. A solid, stabilized amorphous paroxetine composition which 

comprises amorphous paroxetine hydrochloride and at least one hydroxycarboxyiic 
acid. 

28. The composition of claim 27 wherein the hydroxycarboxyiic 
acid is citric acid. 

25 29. The composition of claim 28 wherein citric acid is present in 

the amount of about three percent to about 25 percent by weight based on the weight 
of amorphous paroxetine hydrochloride. 

30. The composition of claim 28 further comprising polyvinyl 

pyrroiidone. 

30 31. The composition of claim 27 further comprising about 20 

pessest to about 340 percent by weight polyvinyl pyrroiidone based cm the wdgLt of 
amcrpheis hydrsshlerids. 

32. A solid, stabilized amorphous paroxetine composition which 
comprises amorphous paroxetine hydrochloride and at least one polyhydric alcohol. 

33. TuD coiiipositicn of claim 32 wherein the polyhydric dteohol 

is U nmnniio! . 

34. The composition of claim 32 wherein the polyhydric alcohol 
is polyethylene glycol. 
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35. The composition of claim 32 wherein the polyhydric alcohol 
is propylene glycol. 

36. A solid, stabilized amorphous paroxetine composition which 

comprises amorphous paroxetine hydrochloride and at least one cyclodextrin. 

37. The composition of claim 36 wherein the cyclodextrin is 
hydroxypropyi-beta-cyclodextrin. 
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